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(54) Battery 

(57) The invention relates to a battery comprising 
an anode, a cathode that include a chemically reducible 
material into which is incoroprated an amount of electri- 
cally conductive material sufficient to enhance the elec- 
trical conductivity of said chemically reducible material, 
and an electrolyte. 
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Description 

Background of the Invention 

s [0001 ] This invention relates to electrochemical cells and to preparing carbon fibrils. 

[0002] Batteries are a type of electrochemical cell containing an anode, a cathode, and an electrolyte in which the 
anode and cathode are permanently contained within the cell. Batteries containing a metal anode, metal oxide cathode, 
and an electrolyte are known. Because metal oxides generally are poor electrical conductors (their conductivities are in 
the semiconducting to insulating range), an electrically conductive material is added to the metal oxide to render the 

ro cathode electrically conductive. 

[0003] Fuel cells are a type of electrochemical cell in which the cathodic and anodic reactants are fed to the cell from 
an external source during operation, rather than being permanently contained within the cell. The reactants contact 
electrodes which catalyze the reduction of the cathodic reactant and the oxidation of the anodic reactant; the electrodes 
themselves are not consumed in the reaction. The electrodes also collect the current generated as a result of the elec- 

is trochemical oxidation and reduction reactions. 

[0004] Metal-air cells are similar to fuel cells except that only the cathodic reactant is fed to the cell. The anodic reac- 
tant is a metal which forms a permanent part of the cell. 

[0005] Carbon microf ibers (i.e. fibers having diameters less than 1 micron) are also known. Microfibers having diam- 
eters less than 0.5 micron are referred to as fibrils. They may be prepared by contacting a metal-containing catalyst with 
20 a carbon-containing gas at elevated temperatures. 

Summary of the Invention 

[0006] In one aspect, the invention features an improved battery having an anode, a cathode that includes a chemi- 
25 cally reducible material into which is incorporated an amount of electrically conductive carbon microf bers sufficient to 
enhance the electrical conductivity of the chemically reducible material, and an electrolyte. 

[0007] In preferred embodiments, the microf ibers have diameters no greater than 0.1 micron and length to diameter 
ratios of at least 5. Even more preferred are carbon microfibers that are tubes having graphitic layers that are substan- 
tially parallel to the microf foer axis and diameters between 3.5 and 75 nanometers, inclusive, as described in Tennent, 

30 U.S. Pat. No. 4,663,230 ("Carbon Fibrils, Method for Producing Same and Compositions Containing Same"), Tennent 
et al., U.S.S.N. 871 ,676 filed June 6, 1986 ("Novel Carbon Fibrils, Method for Producing Same and Compositions Con- 
taining Same"), Tennent et al., U.S.S.N. 871 ,675 filed June 6, 1986 ("Novel Carbon Fibrils, Method for Producing Same 
and Encapsulated Catalyst"). Snyder et at., U.S.S.N. 149.573 filed January 28, 1988 ("Carbon Fibrils"), Mandeville et 
al., U.S.S.N. 285,817 filed December 16, 1988 ("Fibrils"), and McCarthy et al.. U.S.S.N. 351,967 filed May 15, 1989 

35 ("Surface Treatment of Carbon Microfibers"), all of which are assigned to the same assignee as the present application 
and are hereby incorporated by reference. One aspect of substantial parallelism is that the projection of the graphite 
layers on the microf iber axis extends for a relatively long distance in terms of the external diameter of the microfiber 
(e.g.. at least two microfiber diameters, preferably at least five diameters), as described in Snyder et al., U.S.S.N. 
149.573. These microfibers preferably are also substantially free of a continuous thermal carbon overcoat (i.e. pyrolyt- 

40 ically deposited carbon resulting from thermal cracking of the gas feed used to prepare the microf bers). These micro- 
fibers also are preferably in the form of aggregates in which individual microfibers are randomly entangled with each 
other or oriented substantially parallel to each other. 

[0008] Preferred batteries include both primary (i.e. non-rechargeable) batteries and secondary (i.e. rechargeable) 
batteries. Examples of preferred batteries include reserve batteries, alkaline batteries (e.g., alkaline zinc - manganese 
45 dioxide batteries), and Leclanche batteries. The chemically reducible material for the cathode preferably includes a 
metal oxide (e.g., Mn0 2 , HgO, Ag^O, AgO, Pb0 2 , or NiOOH), a metal chloride (e.g., CuQ), a metal sulfide (e.g., FeS). 
or sulfur. The anode preferably includes Zn, Li. Cd, Ag, Mg. Fe, Na. Li-AI alloy, or Pb metal. 

[0009] In the case of a Leclanche or alkaline zinc - manganese dioxide battery, the amount of microf toers incorporated 
into the cathode preferably is less than 0.5 grams per gram of chemically reducible material, more preferably less than 
so 0.2 grams. 

[0010] The invention also features a method tor preparing the battery. Preferably, the microfibers are milled or co- 
milled with the chemically reducible material. Preferred milling methods include mechanical and chemical milling (by 
exposure to a chemical reagent that decreases the microfiber length, e.g.. by chopping the microfiber). A preferred 
method for preparing the battery involves growing the chemically reducible material in Situ within the electrically con- 
55 ductive network formed by the carbon microfibers. 

[001 1] The invention provides a battery having high energy density. The battery exhfoits a long discharge lifetime and 
high utilization of the chemically reducible material. The microf ibers enable the cathode to retain an effective amount of 
electrolyte for efficient operation. This ability is maintained even after vigorously mixing the microf ibers and chemically 



2 



QWCTVYtlO «-PP ftOfWG07A1 I * 



EP0 962 997 A1 



reducible material to form the cathode. Moreover, high amounts of the chemically reducible material can be incorpo- 
rated in the cathode. 

[001 2] In a second aspect, the invention features an improved electrochemical cell that includes a catalytic electrode 
on which an electrochemical reaction occurs into which is incorporated an amount of electrically conductive carbon 
5 microfibers having diameters less than or equal to 0.1 micron sufficient to enhance the electrical conductivity of the 
electrode. 

[001 3] In preferred embodiments, the electrochemical cell is a fuel cell (e.g., a hydrogen/oxygen fuel cell) or a metal- 
air cell (e.g., in which the metal is zinc). 

[0014] Preferred microfibers have length to diameter ratios of at least 5. Even more preferred are carbon microfibers 
10 that are tubes having graphitic layers that are substantially parallel to the microfiber axis and diameters between 3.5 
and 75 nanometers, inclusive, as described in Tennent, U.S. Pat No. 4,663,230 ("Carbon Fibrils, Method for Producing 
Same and Compositions Containing Same"). Tennent et al. ( U.S.S.N. 871 ,676 filed June 6, 1986 ("Novel Carbon Fibrils, 
Method for Producing Same and Compositions Containing Same"). Tennent et al.. U.S.S.N. 871 ,675 filed June 6, 1986 
("Novel Carbon Fibrils, Method for Producing Same and Encapsulated Catalyst"), Snyder etal., U.S.S.N. 149,573 filed 
is January 28, 1988 ("Carbon Fibrils"), Mandeville et al., U.S.S.N. 285,817filed December 16, 1988 ("Fibrils"), and McCa- 
rthy et al., U.S. S.N. 351 ,967 filed May 1 5, 1 989 ("Surface Treatment of Carbon Microfibers"), all of which are assigned 
to the same assignee as the present application and are hereby incorporated by reference. One aspect of substantial 
parallelism is that the projection of the graphite layers on the microfiber axis extends for a relatively long distance in 
terms of the external diameter of the microfiber (e.g., at least two microfber diameters, preferably at least five diam - 
20 ters), as described in Snyder et al., U.S.S.N. 149,573. These microfibers preferably are also substantially free of a con- 
tinuous thermal carbon overcoat (i.e. pyrolytically deposited carbon resulting from thermal cracking of the gas feed used 
to prepare the microfibers). These microfibers also are preferably in the form of aggregates in which individual micro- 
fibers are randomly entangled with each other or oriented substantially parallel to each other. 
[001 5] Incorporating small diameter carbon microfibers in one or both of the catalytic electrodes enables the electrode 
25 to collect current efficiently. The microfibers also increase the surface area of the electrode. 

[001 6] In a third aspect, the invention features a fibril aggregate that includes a multiplicity of carbon ftorils whose lon- 
gitudinal axes have substantially the same relative orientation, each of the fibrils characterized as having graphitic lay- 
ers that are substantially parallel to its longitudinal axis and being free of a continuous thermal carbon overcoat (i.e. 
pyrolytically deposited carbon resulting from thermal cracking of the gas feed used to prepare the fibrils). One aspect 
30 of substantial parallelism is that the projection of the graphitic layers on the fibril's longitudinal axis extends for a rela- 
tively long distance in terms of the external diameter of the fibril (e.g. , at least two fibril diameters, preferably at least five 
diameters), as described in Snyder et al., U.S.S.N. 149,573 filed January 28. 1988 and entitled "Carbon Fibrils" which 
is assigned to the same assignee as the present application and hereby incorporated by reference. Carbon f forils hav- 
ing substantially parallel graphitic layers are also described in Tennent, U.S. Pat. No. 4,663,230 ("Carbon Ftorils, 
35 Method for Producing Same and Compositions Containing Same"), Tennent et al., U.S.S.N. 871 ,676 filed June 6, 1986 
("Novel Carbon Fibrils, Method for Producing Same and Compositions Containing Same"), Tennent et a!., U.S.S.N. 
871 ,675 filed June 6, 1986 ("Novel Carbon Fibrils, Method for Producing Same and Encapsulated Catalyst"), Mandev- 
ille et al.. U.S.S.N. 285,817 filed December 16, 1988 ("Fibrils"), and McCarthy et al., U.S.S.N. 351,967 filed May 15, 
1989 ("Surface Treatment of Carbon Microfibers"). all of which are assigned to the same assignee as the present appli- 
40 cation and are hereby incorporated by reference 

[0017] In preferred embodiments, the diameters of at least 90% (and. more preferably, substantially all) of the fibrils 
in the aggregate have diameters between 3.5 and 75 nanometers, inclusive. Similarly, at least 90% (and, more prefer- 
ably, substantially all) of the individual fibrils in the aggregate have a length to diameter ratio of at least 5. The diameter 
of the aggregate preferably is between 0.05 and 50 *im, inclusive, and the length preferably is between 0.1 and 1000 
45 um, inclusive. 

[001 8] In a fourth aspect, the invention features a process for preparing an aggregate of carbon f ibrils by contacting 
a particulate metal catalyst deposited on a support having one or more readily cleavable planar surfaces and a surface 
area of at least 1 rrPfg with a carbon-containing gas in a reactor at reaction conditions including temperature suffici nt 
to produce the aggregate. 

so [001 9] In preferred embodiments, the support is a metal oxide, e.g., y-alumina or magnesia, both of which are in the 
form of aggregates of tabular, prismatic, or platelet crystals. Preferred catalysts include iron. They may further include 
at least one element chosen from Group V (e.g., vanadium), VI (e.g., molybdenum, tungsten, or chromium), VII (e.g., 
manganese), or the lanthanides (e.g., cerium). Also preferred are catalysts that include cobalt, nickel, manganese, or a 
combination of copper and zinc. The catalysts may be prepared using either aqueous or non-aqueous solvents. 

55 [0020] Preferred reaction temperatures are between 400 and 850°C, more preferably between 600 and 750°C. Pre- 
ferred aggregates are those aggregates described above in which the longitudinal axes of the ftorils making up the 
aggregate all have substantially the same relative orientation. 

[0021] The invention also features a particulate, carbon fibril-forming, metal catalyst deposited on a support having 
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one or more reacfily cleavable planar surfaces and a surface area of at least 1 nr^/g. Preferred catalyst and support 
materials are those described above. 

[0022] The invention provides a process for preparing fibril aggregates in which the texture of the aggregate is con- 
trolled by the choice of catalyst support Using supports having one or more readily cleavable planar surfaces produces 

s fibril aggregates having the appearance of combed yam in which the individual f brils are straight to slightly bent or 
kinked. Aggregates having loose, open mat textures in which the individual f torils are straight to slightly bent or kinked 
may also be produced. These aggregates are readily dispersed, making them useful in composite fabrication where 
uniform properties throughout the structure are desired. The substantial linearity of the individual fbril strands also 
makes the aggregates useful in EMI shielding and electrical applications, e.g. ( the devices described in Friend el al., 

10 U.S.S.N entitled "Battery" and Friend et al., U.S.S.N. entitled "Electro- 

chemical Cell", both of which were filed on the same day as the present application, assigned to the same assignee as 
the present application, and hereby incorporated by reference in their entirety. 

[0023] Other features and advantages of the invention will be apparent from the following description of the preferred 
embodiments thereof, and from the claims. 

15 

Description of the Preferred Em bodiments 
[0024] We first briefly describe the Figure. 

[0025] The Figure is a cross-sectional view, partially broken away, of a battery embodying the invention. 

20 

Bqttery 

[0026] Carbon microf ibers are suitable in the cathodes of a wide variety of battery systems. Typically, these batteries 
feature an electrically conductive metal that acts as an anode and a chemically reducible material as the cathode. The 
25 particular cathode material is chosen based upon the anode material, as one of ordinary skill in the art will readily 
appreciate. Examples of suitable anode-cathode combinations (taken from Handbook Of Patteries and Fuel Cells, ed. 
David Linden, ch. 1, p. 10. McGraw-Hill (1984)) are shown below in Table I: 
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Table I 



A. Primary Batteries 


battery ©ystem 


Anode 


walTIQQc 


Leclanche 


Zn 


Mn0 2 


Magnesium 


Mg 


Mn0 2 


Alkaline Mn0 2 


Zn 


Mn0 2 


Mercury 


Zn 


HgO 


Mercad 


Cd 


HgO 


Silver Oxide 


Zn 


Ag 2 0 


Li/Mn0 2 Li 


Mn0 2 




B. Reserve Batteries 


Battery System 


Anode 


Cathode 


Cuprous chloride 


Mg 


CuCI 


Zinc/silver oxide 


Zn 


AgO 


C. Secondary Batteries 


Battery System 


Anode 


Cathode 


Lead-acid 


Pb 


Pb0 2 


Edison 


Fe 


NiOOH 


Nickel-cadmium 


Cd 


NiOCH 


Sitver-zinc 


Zn 


AgO 


Nickel-zinc 


Zn 


NiOOH 


Silver-cadmium 


Cd 


AgO 


High temperature 


Li(AI) 


FeS 


High temperature 


Na 


S 



[0027] The carbon microfibers increase the electrical conductivity of the cathode by forming an effective electrically 
40 conductive network throughout the chemically reducible material and physically bind or absorb liquid electrolyte dis- 
persed throughout the cathode; the latter feature is particularly useful in Leclanche cells. Preferred microfibers are car- 
bon fibrils having small diameters (preferably between about 3.5 and 75 nanometers), length to diameter ratios of at 
least 5, and graphitic layers that are substantially parallel to the fibril axis that are also substantially free of a continuous 
thermal carbon overcoat, as described in Tennent, U.S. Pat. No. 4,663,230; Tennent et al.. U.S.S.N. 871 ,676; Tennent 
45 et al., U.S.S.N. 871,675; Snyder et al., U.S.S.N. 149,573; and Mandeville et al.. U.S.S.N. 285,817. The fibrils may also 
be treated to introduce oxygen-containing functional groups onto the fibril surface, as described in McCarthy et al., 
U.S.S.N. 351,967. 

[0028] When produced in useful quantities, the fforils are in the form of aggregates of individual fibrils. For example, 
the process described in Snyder et al., U.S.S.N. 149,573 yields aggregates of randomly entangled ftorils resembling 

so bird nests. A second type of aggregate consists of clusters of individual ftorils in which the f brils are oriented substan- 
tially parallel to each other, giving the aggregate the appearance of combed yarn, The lengths and diameters of fibrils 
in each cluster are essentially uniform, although they may vary from cluster to cluster. These aggregates, and a method 

for making them, are described below and in Moy. U.S.S.N. entitled "Fibril Aggregates and 

Method for Making Same" filed concurrently with the present application and assigned to the same assignee as the 

ss present application which is hereby incorporated by reference in its entirety. 

[0029] The substantially parallel graphitic layers of the individual fibrils are desirable because they enhance electrical 
conductivity, The small diameters enhance electrolyte absorption. The lack of a continuous thermal carbon overcoat 
leads to enhanced electrical conductivity and oxidation resistance. The particular balance of properties chosen 
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depends on the application for which the battery is intended. For example, in the case of alkaline batteries, it is desirable 
to minimize the tendency of the cathode mixture to "spring back" when incorporated into the battery, thereby maximiz- 
ing the amount of chemically reducible material that can be incorporated into the battery. Spring back is decreased by 
milling the fforils to decrease the size of the fibril aggregates and the lengths of individual fibrils, e.g., by mechanical 

5 milling using a ball or stirred ball mill or by chemical milling using chemical reagents such as those descrbed in McCa- 
rthy et al., U.S.S.N. 351,967. Although milling reduces electrolyte absorption, the reduction is compensated by the 
decrease in spring back. The milling time is selected to achieve an optimal balance between electrolyte absorption and 
spring back. On the other hand, for batteries such as Leclanche cells, high electrolyte absorption is more critical than 
spring back. Thus, for these batteries fibrils with higher length to diameter ratios than in the case of alkaline batteries 

70 are desirable. 

[0030] The Figure depicts a Leclanche battery 10 having a zinc anode 12 and a cathode 14 that is a compressed 
mixture of a minor portion of carbon fibrils and a major portion of manganese dioxide. An aqueous electrolyte is dis- 
persed throughout cathode 14. Zinc anode 12 is shaped to form an enclosure (e.g., a can) for housing cathode 14. 
[0031] Battery 10 also features a separator 16 interposed between anode 12andcathode 14 to prevent electrical con- 
is tact between the two from being established. A sealing washer 18 placed at the bottom of battery 10 also helps keep 
anode 12 and cathode 14 from contacting each other. A compression washer 22 and a vent washer 20 placed on top 
of cathode 14 help seal the contents of battery 10. An air space 21 between the two washers is left. A carbon rod 24 
inserted through the two washers so that it contacts cathode 14 forms a current collector for collecting current from 
cathode 14 when battery 10 is in use. 
20 [0032] A jacket 26 surrounds the battery components and provides environmental protection. A metal bottom 28 and 
a metal top 30 provide electrical connections to an external circuit (not shown). 

[0033] A Leclanche battery having a zinc anode, zinc chloride electrolyte, and a cathode made of manganese dioxide 
admixed with carbon fibrils (prepared according to the methods in the above-described patent and patent applications) 
was prepared as follows. 

25 [0034] To prepare the cathode mixture, the fibrils, manganese dioxide, and mercuric chloride corrosion inhibitor were 
added to the bowl of a Kitchen Aid Doughmixer (model KSM90 with flat beater) and dry-mixed for 2 minutes at the slow- 
est speed. The zinc chloride electrolyte was then added to the mixture from a sprinkler bottle over a period of 30-45 
seconds with stirring. Following the electrolyte addition, the Doughmixer speed was increased to the number 3 setting. 
Mixing continued at this speed for 2 1/2 minutes, after which the mixture was transferred to a glass bowl and then stored 

30 overnight inside a sealed plastic bag. 

[0035] To assemble the battery, a paper liner was inserted into a zinc can (the anode). A sealing washer was then 
placed in the bottom of the lined can. After taring the lined can, the desired amount of the cathode mixture was added; 
during addition, the mixture was manually compressed using, as a compression tool, a 1 inch diameter by 3 1/2 inch 
long solid cylinder, The proper amount of cathode mixture was the amount necessary to fill the can to within a half inch 

35 of the top with 1 00-200 psi pressure. 

[0036] Following addition of the cathode mixture, a compression washer was placed on the face of a compression tool 
sized to fit into the can for a depth of 0.5 inch; the face of the tool was machined to form a dimple for holding and center- 
ing the compression washer. The tool was then inserted into the zinc can and the compression washer driven into the 
can under an applied pressure of 100-200 psi. 

40 [0037] Next, the compression tool was replaced with a centering tool seated in a 2 ton hyraulic press with a handle 
modified to accept a torque wrench for inserting a carbon rod into the battery. The centering tool was a one inch long 
cylinder having an outside diameter designed to fit into the zinc can and an inside diameter designed to hold the carbon 
rod and keep it centered while it is forced down into the cathode mixture. The carbon rod was placed in the center of 
the tool and driven down into the battery to the top of the tool. The tool was then removed and the carbon rod driven 

45 down to where it touched bottom in the hydraulic press. 

[0038] Following insertion of the carbon rod, a paper seal (vent washer) was mounted on the centering tool and driven 
down into the battery to about 1/8 inch from the top of the can. This left an empty expansion volume in the battery 
between the compression washer and the paper seal. A small metal cap was then placed over the exposed end of the 
carbon rod using the hydraulic press to seat it. Finally, hot sealing wax was poured around the carbon rod on top of th 

so paper seal to form a water-tight seal between the rod and the walls of the zinc can. 

[0039] Table II contains three battery compositions prepared as described above. Each features a zinc anode, an 
aqueous zinc chloride electrolyte, and a manganese dioxide-carbon fibril cathode. The grams of cathode mix per bat- 
tery refers to the amount of each cathode mix (f forils, manganese dioxide, and corrosion inhibitor moistened with elec- 
trolyte) that will fill 27 cm 3 (the volume of a D-cell can filled to within a half inch of the top) when compressed with a force 

55 of 150 psi. The lifetime to 0.65 volts and the utilization capacity fi e. the area under the current-time curve where time 
beyond 0.65 volts is not Counted) was measured by connecting the battery to a 6 station D-cell battery holder with a 
2.2 ohm 3 watt wirewound resistor load across each station. The percent utilization of manganese dioxide was deter- 
mined by comparing the actual utilized capacity (in anpere-hours) with the theoretical utilization capacity. The latter 
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was determined based upon the number of moles of manganese in the cathode mix. For each mole of manganese that 
is reduced from Mn* 4 to Mn* 3 , 96,500 coulombs (corresponding to 26.7 ampere-hours) are theoretically utilized. 



Tabl II 



Sample No. 


1 


2 


3 


Grams of cathode mix per battery 


56 


56 


58 


Grams of f brils per battery 


2.88 


2.33 


2.33 


Grams of Mn0 2 per battery 


29.41 


29.72 


29.72 


Grams of ZnCI 2 per battery 


5.91 


5.97 


6.47 


Grams of H 2 0 per battery 


17.73 


17.92 


19.42 


Lifetime to 0.65v (min.) 


523 


579 


605 


Utilized capacity (amp-hours) 


4.03 


4.26 


4.61 


% utilization of Mn0 2 


44.7 


46.7 


50.6 



20 [0040] The cathode can also be prepared by co-milling the chemically reducible material with the microfibers. More- 
over, it can be prepared by growing the chemically reducible material in srtu within the conductive network formed by 
the carbon microfibers. 

Fuel Cells and Metal-Air Cells 

25 

[0041] Carbon microfibers having diameters less than or equal to 0.1 \irr\ are suitable for incorporation in the catalytic 
electrodes of a wide variety of fuel cells and metal-air cells. Examples of such cells are described in Handbook of Bat- 
teries and Fuel Cells, ed. David Linden, ch. 1, p. 10. They include zinc/oxygen (air) cells and hydrogen/oxygen cells. 
The particular material for the catalytic electrode is chosen based upon the reactants, as one of ordinary skill in the art 
30 will reacfily appreciate. In the case of the zinc/oxygen and hydrogen/oxygen cells, the preferred catalytic material is plat- 
inum. The cells are prepared using conventional fabrication techniques. 

[0042] The carbon microfibers exhibit high electronic conductivity, good corrosion resistance in alkaline and acidic 
environments, and high accessible surface area. In the fuel cell, they act as a support for the catalytic material (holding 
it in place and making it accessible to the gaseous reactant) and as a current collector. In the latter application, they 

35 increase the electrical conductivity of the electrode by forming an effective electrically conductive network throughout 
the catalytic electrode material. Preferred microfibers are carbon fibrils having small diameters (preferably between 
about 3.5 and 75 nanometers), length to diameter ratios of at least 5, and graphitic layers that are substantially parall I 
to the fibril axis that are also substantially free of a continuous thermal carbon overcoat, as described in Tennent, U.S. 
Pat No. 4,663,230; Tennent et al.. U.S.S.N. 871 ,676; Tennent etal., U.S.S.N. 871,675; Snyder etal., U.S.S.N. 149,573; 

40 and Mandeville et al., U.S.S.N. 285,817. The fibrils may also be treated to introduce oxygen-containing functional 
groups onto the fforil surface, as described in McCarthy et al., U.S.S.N. 351 ,967. or milled, e.g., by mechanical milling 
(using a ball or stirred ball mill) or by chemical milling (using chemical reagents such as those described in the afore- 
mentioned McCarthy application) to decrease the size of fibril aggregates and the lengths of individual ftoers. 
[0043] When produced in useful quantities, the fibrils are in the form of aggregates of individual fibrils. For example, 

45 the process described in Snyder et al., U.S.S.N. 149,573 yields aggregates of randomly entangled fibrils resembling 
bird nests. A second type of aggregate consists of clusters of individual f brils in which the f brils are oriented substan- 
tially parallel to each other, giving the aggregate the appearance of combed yarn, The lengths and diameters of fibrils 
in each cluster are essentially uniform, although they may vary from cluster to cluster. These aggregates, and a method 
fa making them, are described below and in Moy, U.S.S.N. entitled "Fibril Aggregates and 

so Method for Making Same" filed concurrently with the present application and assigned to the same assignee as th 
present application which is hereby incorporated by reference in its entirety. 

[0044] The substantially parallel graphitic layers of the individual fibrils and small diameters are desirable because 
they enhance electrical conductivity, The lack of a continuous thermal carbon overcoat leads to enhanced electrical 
conductivity and oxidation resistance. 

55 

Fibril Aggregates and Method of Preparing Same 

[0045] We now describe the structure and preparation of preferred fibril aggregates. 
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[0046] Preferred fibril aggregates consist of bundles of straight to slightly bent or kinked carbon fibrils in which the 
individual fibrils have substantially the same relative orientation, e.g.. the longitudinal axis of each f toril (despite individ- 

5 ual bends or kinks) extends in the same direction as that of the surrounding fibrils in the bundle. This arrangement of 
individual fibrils gives the aggregates the appearance of combed yam, in contrast to aggregates such as those pro- 
duced according to the process described in the aforementioned Snyder et al. application, U.S.S.N. 149,573, in which 
the fibrils are randomly entangled with each other to form tightly entangled balls of f forils resembling bird nests. 
[0047] The carbon fibrils within each fibril aggregate preferably have diameters between about 3.5 and 75 nanome- 

w ters, length to diameter ratios of at least 5, and graphitic layers that are substantially parallel to the longitudinal fibril axis, 
and are also substantially free of a continuous thermal carbon overcoat, as described in Tennent, U.S. Pat No. 
4,663.230; Tennent et al., U.S.S.N. 871.676; Tennent et al., U.S.S.N. 871,675; Snyder et al., U.S.S.N. 149,573; and 
Mandeville et al., U.S.S.N. 285,817. The aggregates may also be treated to introduce oxygen-containing functional 
groups onto the surface of individual fibrils, as described in McCarthy et al., U.S.S.N. 351 ,967. Within each fibril aggre- 

15 gate, the diameters and length to diameter ratios of the individual fibrils are essentially uniform. 

[0048] A second type of fibril aggregate consists of straight to slightly bent or kinked fibrils which are loosely entangled 
with each other to form an "open mat" structure. The degree of entanglement is greater than observed in the combed 
yam aggregates On which the individual fibrils have substantially the same relative orientation) but less than that of the 
tightly entangled f toril balls formed according to the process described in Snyder et al., U.S.S.N. 149,573. 

20 

Preparation 

[0049] In general, both the combed yarn and open mat aggregates are prepared by contacting an iron or iron-con- 
taining metal catalyst particle deposited on a support material having one or more readily cleavable surfaces and a sur- 
25 face area of at least 1 rrf/g with a carbon-containing gas in a reactor at 400-850°C using the procedures described in 
the aforementioned Tennent patent and Tennent, Snyder, and Mandeville applications. 

[0050] Preferred support materials include Y-alumina or magnesia in the form of aggregates of tabular, prismatic, or 
platelet crystals. Such material is commercially available, e.g., from Strem Chemicals (in the case of y-alumina) and AHa 
Inorganics On the case of magnesia). The y-alumina supports yield primarily combed yarn aggregates, while the mag- 
30 nesia supports yield primarily open mat aggregates. In contrast, the use of supports consisting of spherical particles or 
aggregates lacking cleavable planar surfaces (e.g., supports made of Degussa fumed alumina as described in the 
aforementioned Snyder et al. application) leads primarily to tightly entangled fibril balls. 

[0051] While not wishing to be limited to any particular theory, it is believed that the readily cleavable planar surfaces 
of the support allow the fibrils to assist each other as they grow, creating a "neighbor effect" that, in the case of the y- 

35 alumina support, leads to a combed yarn fibril aggregate in which the individual fibrils have the same relative orienta- 
tion. Spherical supports, on the other hand, lack this effect, leading to tightly entangled balls of randomly oriented fibrils. 
The magnesia support, although having readily cleavable planar surfaces, yields primarily lightly entangled, open mat 
fibril aggregates because it breaks apart more readily than the y-alumina support during fibril growth, resulting in aggre- 
gates that are less ordered than the combed yarn aggregates but more ordered than the tightly entangled fibril balls. 

40 The oxide precursors used to generate the metal catalyst particles also affect the tendency of the support to break 
apart. The more readily the oxide and support can form a mixed oxide at the interface between them, the more likely 
the support is to break apart. 

[0052] The following examples describe the preparation of combed yarn and open mat fibril aggregates. 
45 Example 1 

[0053] This example describes the preparation of combed yarn fibril aggregates. 

[0054] 200 gm of y-alumina (Strem Chemicals) was heated at 230°C in a vacuum oven under reduced pressure (25 
in. mercury vacuum) for 5 hrs. Next it was slurried at room temperature with a solution containing 200 gm 
so Fe(N03)3-9H 2 0 in 800 cm 3 methanol and the slurry agitated thoroughly for 1 hr. The methanol was then removed in 
a rotary evaporator by gradually reducing pressure and increasing temperature to boil off the methanol at a reasonable 
rate; final conditions were 25 in. mercury vacuum and temperature less than or equal to 55°C. The stripping process 
took approximately 45 minutes. 

[0055] After the methanol had been removed, the remaining solids were dried at 1 60°C under reduced pressure (15- 
55 20 in. mercury vacuum) in a vacuum oven overnight; the typical catalyst yield after drying was 270 gm. Iron loadings 
were calculated from starting amounts of Fe(N0 3 )3-9H 2 O and final weights of dried catalysts. Typical iron loadings 
ranged from 8-11%. 

[0056] Fibrils were grown at 680°C in a 1 in. quartz tube inserted into an electrical furnace. The catalyst was intro- 
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duced into the reactor at 680°C as a free-flowing powder in a preheated gas stream consisting of 2 parts ethylene and 
1 part hydrogen at a flow rate of about 2 liters/min., and deposited on a quartz wool plug placed in contact with a ther- 
mocouple in the center of the tube. 

[0057] In a typical run, 0.100 gm catalyst yielded approximately 1 .0 gm carbon fibrils after 4 hrs. at run conditions. 
s The yield of carbon f brils is expressed as a factor times the weight of catalyst or the weight of iron. Typical yields for 
this catalyst were 10-1 1 times based on catalyst and 100-125 times based on iron. Examination of th fibrils using elec- 
tron microscopy (SEM and STEM) revealed the fibrils to be present as aggregates of straight to gently curving fibrils 
having the appearance of skeins of brushed or combed yarn. The aggregates generally were still attached to the alu- 
mina support. 

w 

Example 2 

[0058] 15.10 gm of y-alumina (S trem Chemicals) was slurried in a solution of 14.9 gm CoCNQafe-eHsO in 400 cm 3 
methanol for 1 hour at room temperature. Methanol was then removed under reduced pressure in a rotary evaporat r 
is and dried in a vacuum oven as in Example 1 . The calculated cobalt loading was 1 7.2% by weight. 

[0059] Fibrils were grown at 680°C according to the procedure described in Example 1 . Examination of the fibrils by 
TEM revealed numerous combed yarn fibril structures in which the individual fibrils were kinked or twisted. The longitu- 
dinal axes of the fibrils, however, had the same relative orientation. The fibrils were hollow and had diameters less than 
1 0 nanometers. 

20 

Example 3 

[0060] 14.3 gm y-alumina (Strem Chemicals) was slurried in a solution of 8.3 gm Ni(N0 3 ) 2 -6H 2 0 in 400 cm 3 meth- 
anol for 1 hour at room temperature. Methanol was then removed under reduced pressure in a rotary evaporator and 
25 dried in a vacuum oven as in Example 1 . The calculated nickel loading was 1 6.3% by weight. 

[0061] Fibrils were grown according to the procedure in Example 1 . TEM analysis revealed small combed yarn-type 
aggregates in which the individual fibrils were straight and had diameters of about 15 nanometers. 

Example 4 

30 

[0062] 16.51 gm y-alumina (Strem Chemicals) was slurried with a solution of 30.2 gm Mn(N0 3 ) 2 (50% solution in 
H 2 0) dissolved in 400 cm 3 methanol. Methanol was then removed under reduced pressure in a rotary evaporator and 
dried in a vacuum oven as in Example 1 . The calculated manganese loading was 16.3% by weight. 
[0063] Fibrils were grown according to the procedure in Example 1 . TEM analysis revealed combed yarn-type aggre- 
ss gates in which the individual fibrils were slightly tangled. 

Example 5 

[0064] 15.1 1 gm y-alumina (Strem Chemicals) was slurried with a solution containing 13.8 gm Cu(N0 3 ) 2 w 3H 2 0 and 
40 1 1 .1 gm Zn(N0 3 ) 2 ^6H 2 0 dissolved in 400 cm 3 methanol for 1 hour at room temperature. Methanol was then removed 
under reduced pressure in a rotary evaporator and dried in a vacuum oven as in Example 1 . The calculated zinc and 
copper loadings were 19.1% and 12.9% by weight, respectively. 

[0065] Fibrils were grown according to the procedure in Example 1 . TEM analysis revealed a mixture of combed yarn- 
type aggregates in which the individual fibrils were straight and had diameters less than 10 nanometers and hollow, 
45 open, straight fibrils with diameters less than 1 0 nanometers. 

Example 6 

[0066] This example describes the preparation of open mat fibril aggregates. 
so [0067] 74 gm magnesia platelets (Alfa Inorganics) was slurried with 400 gm deionized water at 65-70°C for 1 hr. with 
rapid stirring in a baffled reactor. A solution of 1 12 gm Fe(NQ3) 3 -9H 2 0 and 5.4 gm (NH 4 ) 6 -Mot0 2 4-4H 2 0 in 150 cm 
deionized water was added dropwise over a period of about 1 hr. at 65°C while maintaining rapid stirring. During th 
addition, the solids turned chocolate brown. 

[0068] After addition was complete, the slurry was filtered; the supernatant was colorless (pH = about 5) and the sol- 
55 ids were a dark red-brown. After washing several times with deionized water, the solids were dried overnight at 1 60°C 
under reduced pressure (15-20 in. mercury vacuum). A typical yield of dried solids was 105 gm. The solids were then 
calcined at 400°C for 4 hrs. to yield 74 gm catalyst Iron and molybdenum loadings were calculated to be 20.8% and 
4.0%, respectively. 
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[0069] Fibrils were grown using the procedure described in Example 1 . Typical fibril yields were 20-25 limes based 
on catalyst, 120-1 50 times based on iron. Examination by electron microscopy (SEM and STEM) showed that the fibrils 
were present primarily as loose, open mats with lesser amounts of combed yarn aggregates. 
[0070] Other suitable support materials include Mo0 3 and layered clays, e.g., alumina-, silica-, or magnesia-based 
5 clays. 

[0071 ] Other embodiments are within the following claims. 
Claims 

10 1 . A battery comprising an anode, a cathode that includes a chemically reducible material into which is incorporated 
an amount of an electrically conductive material sufficient to enhance the electrical conductivity of said chemically 
reducible material, and an electrolyte, wherein said electrically conductive material comprises carbon microfibers. 

2. The battery of claim 1 wherein the diameter of said microfibers is no greater than 0. 1 micron. 

15 

3. The battery of claim 1 wherein the length to diameter ratio of said microfibers is at least 5. 

4. The battery of claim 1 wherein said microfibers comprise tubes having graphitic layers that are substantially parallel 
to the microfiber axis and diameters between 3.5 and 75 nanometers, inclusive. 

20 

5. The battery of claim 4 wherein said microffoers are substantially free of a continuous thermal carbon overcoat. 

6. The battery of claim 4 wherein said microfibers are in the form of aggregates in which individual microfibers are ran- 
domly entangled with each other. 

25 

7. The battery of claim 4 wherein said microfibers are in the form of aggregates in which individual microfibers are ori- 
ented substantially parallel to each other. 

8. The battery of claim 1 wherein said battery is a primary battery. 

30 

9. The battery of claim 8 wherein said primary battery is a Leclanche battery. 

1 0. The battery of claim 9 wherein the amount of microfibers incorporated into said cathode is less than or equal to 0.5 
grams per gram of said chemically reducible material. 

35 

11. The battery of claim 10 wherein the amount of microfibers incorporated into said cathode is less than or equal to 
0.2 grams per gram of said chemically reducible material. 

12. The battery of claim 1 wherein said battery is a secondary battery. 

40 

13. The battery of claim 1 wherein said battery is a reserve battery. 

14. The battery of claim 1 wherein said battery is an alkaline battery. 

45 15. The battery of claim 14 wherein said alkaline battery is an alkaline zinc-manganese dioxide battery. 

16. The battery of claim 15 wherein the amount of microfibers incorporated into said cathode is less than 0.5 grams 
per gram of said chemically reducible material. 

so 17. The battery of claim 16 wherein the amount of microfibers incorporated into said cathode is less than 0.2 grams 
per gram of said chemically reducible material. 

18. The battery of claim 1 wherein said chemically reducible material comprises a metal oxide. 

55 19. The battery of claim 18 wherein said metal oxide is selected from the group consisting essentially of Mn0 2 . HgO, 
Ag 2 0, AgO. Pb0 2 . and NiOOH. 

20. The battery of claim 1 wherein said chemically reducible material comprises a metal chloride. 
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21. The battery of claim 20 wherein said metal chloride is CuQ. 

22. The battery of claim 1 wherein said chemically reducible material comprises sulfur or a metal sulfide. 
5 23. The battery of claim 1 2 wherein said metal sulfide is FeS. 

24. The battery of claim 1 wherein said anode is selected from a group consisting essentially of zinc, lithium, cadmium, 
silver, magnesium, iron, sodium, lithium-aluminum alloy, and lead metal. 

10 25. In a Leclanche battery comprising a zinc anode, a manganese dioxide cathode into which is incorporated an 
amount of an electrically conductivity of said manganese dioxide, and an electrolyte, the improvement wherein said 
electrically conductive material includes carbon microf ibers which comprise tubes having graphitic layers that are 
substantially parallel to the microf foer axis and diameters between 3.5 and 75 nanometers, inclusive. 

is 26. In an alkaline zinc-manganese dioxide battery comprising a zinc anode, a manganese dioxide cathode into which 
is incorporated an amount of an electrically conductive material sufficient to enhance the electrical conductivity of 
said manganese dioxide, and an alkaline electrolyte, the improvement wherein said electrically conductive mat rial 
includes carbon microfibers which comprise tubes having graphitic layers that are substantially parallel to th 
microfiber axis and diameters between 3.5 and 75 nanometers, inclusive. 

20 
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